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1.2.8 
Apply 
0.010 to 0.015 inches 
of RTV-732 
sealant 
to both sides of the narrow seal insert groove 
(see Figure 2). 
1.2.9 
Apply 
0.010 to 0.015 inches 
of RTV-732 
sealant 
to areas of the window 
frame that have been prepared 
for bonding 
with 
Dow 1200 primer per 3.2.5. 
NOTE: It is prohibited 
to bond lower corners 
as shown in Figure 2. 
1.2.10 
Do not put any adhesive 
in the seal groove 
that accepts 
the window. 
Note that the seal insert 
groove faces 
outboard 
(see Figure 2). 
1.2.11 
Install 03237-1-0980 
seal in the frame. 
Trim as required. 
Masking 
tape may be used temporarily 
to hold the seal in 
place for the next step. 
1.2.12 
Place the window 
in the seal groove 
and work seal lip around the periphery 
of the window. 
1.2.13 
Install 03237-3-0980 
into 03237-1-0980 
using 03561-1 
Window 
Seal Tool (or equivalent). 
Trim 
seal as required. 
Work the seal insert around 
until it fits properly. 
1.2.14 
Remove 
all masking 
tape and allow sealant 
to cure for a minimum 
of 24 hours at 75"F (24"C). 
1.2.15 
Each modified 
emergency 
exit should 
be marked. 
Paint a contrasting 
color band 2.0" wide per FAR 29.811 
(see Figure 2) if it has not already 
been done. 
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IIN-0412-694 REV. B 


REF CANADIAN STC: SH05-10 


REF FAA STC: SR02086NY 


REF EASA STC: EASA.lM.R.S.01085 


It is acceptable to substitute the existing windows (PIN's D3136-041, 03117-1-0980 and 03117-3-0980) 
on D412-694-01/-02 
Door Assembly with OSI 9462-011 Window Substitution Kit. The OSI 9462-011 Kit is defined under Section 2.0 of these 
instructions. 
A single kit is required per window. 


1.0 INSTALLATION 
PROCEDURE 


1.1 


1.1.1 
1.1.2 


1.1.3 
1.1.4 
1.1.5 


1.1.6 


1.1.7 


INSTALLATION 
OF FRAME 
Refering to Detail A, install the 03224-3 Frame as follows: 
Remove existing window per Section 5204 of ICA-0412-694. 
Locate/center 03224-3 
Frame into door inside window frame and transfer drill pilot holes (00.098") from frame to door. 
If required, trim frame to eliminate any interference. 
Ensure distance from center of pilot holes to edge of composite door 
is a minimum of DADO". 
NOTE: 
Opening for window is not perfectly square. 
Orient frame so that the narrow side of the window is on top. 
Enlarge holes in door and frame to I1J 0.201" (#7 drill). 
Oeburr. 
Touch up frame with alodine 1200 per MIL-C-5541 after drilling and trimming. 
Using Mylar or similar tape, carefully mask off an area of 0043 inches (7/16) wide around the window opening of 03224-3 
Frame (refer to Figure 2). Prime and paint frame to match aircraft finish per the Aircraft Maintenance Manual. 
Apply Proseal 890 on the surface of the door where the 03224-3 Frame will be installed (see Section B-B). Fasten the 
03224-3 Frame to the door using provided hardware. 
Install 03136-043 Window Assembly, 03237-1-0980 
Seal Retainer, and 03237-3-0980 Seal Filler per Section 1.2 
of these instructions. 


1.2 


1.2.1 


1.2.2 


1.2.3 
1.2.4 
1.2.5 


1.2.6 


INSTALLATION 
OF PUSH OUT WINDOWS 
Refering to Detail A and Figure 2, install the 03136-043 
Window Assembly, 03237-1-0980 Seal 
Retainer, and 03237-3-0980 
Seal Filler as follows: 
Using Mylar or similar tape, carefully mask off the frame leaving an area 0.43 inches (7/16) wide to be bonded to avoid 
getting adhesive or primer onto surrounding areas that will be later primed and painted. Paint and primer will not adhere 
to surfaces where silicone and/or adhesive have been applied. 
Remove all adhesive and/or finish from unmasked portion of window frame using stiff fiber brush and aliphatic 
naphtha. 360 grit abrasive paper may be used to remove any primer from the unmasked area of the window frame. 
Finish must be removed from the seal bonding area of the frame. 
Inspect the edge of the frame for scratches, cracks, or other damage. 
Clean all residue from the window frame with MEK (Methyl Ethyl Ketone) and dry with a clean white cloth. 
Apply Dow 1200 primer to area to be bonded using a small brush. Allow primer to dry between 20 minutes and one hour 
before bonding window seal into place. 
Prepare 03237-1-0980 
Seal Retainer for bonding by abrading the narrow seal insert groove with 80-grit abrasive paper 
(see Figure 2). 
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1.2.7 
Clean all residue from the seal groove with a cloth dampened with MEK. Wipe dry with a clean cloth. 
NOTE: 
Seal ends should meet at the 6 o'clock position. 
Seal insert ends should meet at the 12 o'clock position. 
1.2.8 
Apply 0.010 to 0.015 inches of RTV-732 sealant to both sides of the narrow seal insert groove (see Figure 2). 
1.2.9 
Apply 0.010 to 0.015 inches of RTV-732 sealant to areas of the window frame that have been prepared for bonding with 
Oow 1200 primer per 1.2.5. 
~ 
It is prohibited to bond lower corners as shown in Figure 2. 
1.2.10 
00 not put any adhesive in the seal groove that accepts the window. Note that the seal insert groove faces 
outboard (see Figure 2). 
1.2.11 Install 03237-1-0980 
seal in the frame. Trim as required. Masking tape may be used temporarily to hold the seal in 
place for the next step. 
1.2.12 Place the window in the seal groove and work seal lip around the periphery of the window. 
1.2.13 
Install 03237-3-0980 
into 03237-1-0980 
using 03561-1 Window' Seal Tool (or equivalent). Trim 
seal as required. Work the seal insert around until it fits properly. 
1.2.14 
Remove all masking tape and allow sealant to cure for a minimum of 24 hours at 75'F (24'C). 
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